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PIEZOELECTRIC BENDING TRANSDUCER 
Cross -Reference to Related Application : 

This application is a continuation of copending International 
Application No. PCT/DE00/02613 , filed August 4, 2000, which, 
designated the United States. 

Background of the Invention : 
Field of the Invention : 
The invention relates to a piezoelectric bending transducer 
with reduced inherent thermal distortion. 

A bending transducer of this type is disclosed by 
International Publication WO 96/41384 Al, for example. The 
bending transducer shown therein includes a supporting element 
and a piezoelectrically active layer of a piezoceramic applied 
to at least one side of the supporting element. In order to 
compensate for the inherent thermal distortion, it is proposed 
to use materials with substantially the same thermal 
coefficients of expansion for the piezoceramic and for the 
supporting element. 

A piezoelectric bending transducer with a piezoelectric layer 
applied to a supporting element primarily uses the indirect or 
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reciprocal piezoelectric effect, that is to say, it converts 

electrical energy into mechanical energy. There are a large 

number of technical applications for a bending transducer. 

Bending transducers have applications that include, for 

5 example, a piezoelectric print head for an ink jet printer, a 

sound pick-up or generator for microphones or loudspeakers, a 

sensor for measuring acceleration or pressure, and a setting 

element in lines of Braille. Bending transducers can also be 

used in, for example, readers for blind persons, textile 

ligl machines, valves, recording measuring instruments, and non- 
CP 

contact surface measuring instruments. 
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v=? In particular when the deflection provided by the bending 

D 

fy transducer is small (10 to 200 Urn) , inherent thermal 

ry 

1-5 distortion occurring in the event of a temperature change can 
Fu lead to the failure of a system that is operated with a 
bending transducer. A bending transducer with a very low 
inherent thermal distortion is required, for example, when 
applied in a valve, in particular in a pneumatic valve. In a 

2 0 valve, if the bending transducer has inherent distortion that 
can no longer be tolerated because of a temperature change, 
then the closing function of the valve, for example, is no 
longer ensured. 

2 5 However, even with the bending transducer proposed in 

International Publication WO 96/41384 Al, inherent distortion 
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of a few jj,m/10°K disadvantageous ly remains. Such inherent 
distortion can not be tolerated in valve technology. In 
practice hitherto, therefore, bending transducers for the 
respective application are found by appropriate selection from 
5 the fabrication batch. However, this method is very 

complicated, and moreover, has the disadvantage that high 
fabrication waste is unavoidable. Bending transducers with 
inherent distortion outside the tolerance band cannot be used 
and are therefore waste. 

M 
Id 

Q 

Summary of the Invention: 

ui - 

=i It is accordingly an object of the invention to provide a 

„ piezoelectric bending transducer which overcomes the above- 

fU mentioned disadvantages of the prior art apparatus of this 

m 

lH general type. 

□ 

ry 

In particular, it is an object of the invention to provide a 
piezoelectric bending transducer with an inherent thermal 
distortion that is further reduced as compared with the prior 
2 0 art and that may be produced without high fabrication waste. 



With the foregoing and other objects in view there is 
provided, in accordance with the invention, a supporting 
element having opposite sides; a piezoelectrically active 
25 layer applied to at least one of the sides of the supporting 

element; and an adaptation layer for reducing inherent thermal 
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distortion. The* adaptation layer has a predefined volume, and 
the adaptation layer is applied to the piezoelectrically 
active layer. 

5 In accordance with an added feature of the invention, the 

piezoelectrically active layer is applied to both of the sides 
of the supporting element, and the adaptation layer is applied 
to one of the sides of the adaptation layer. 

1£| In accordance with an additional feature of the invention, the 
j£j adaptation layer is a screen-printed layer. 

~" In accordance with another feature of the invention, the 
fjj adaptation layer is a plastic suitable for screen printing. 
15 

fU In accordance with a further feature of the invention, the 
adaptation layer is an epoxy resin. 

In accordance with a further added feature of the invention, 
20 the piezoelectrically active layer is a piezoceramic . 

In accordance with a further additional feature of the 
invention, an electrode is interposed between the adaptation 
layer and the piezoelectrically active layer. 

25 
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In the case of a piezoelectric bending transducer of the type 
mentioned at the beginning, which has a supporting element and 
a piezoelectrically active layer applied to at least one side 
of the supporting element, the object of the invention is 
achieved, by applying an adaptation layer with a predefined 
volume to the piezoelectrically active layer. If appropriate, 
an electrode is interposed between the adaptation layer and 
the piezoelectrically active layer. 

Here, the invention is based on the thought that, during the 
previous selection processes to find those bending transducers 
in a batch which exhibit the required low inherent thermal 
distortion, the temperature variation, that is to say the 
inherent distortion, for each °K must be determined. The 
invention is, then, further based on the thought that, after 
the determination of the temperature variation or of the 
temperature coefficient of the inherent distortion, the 
inherent distortion can be compensated for or can be reduced 
by additionally applying a suitable adaptation layer to the 
bending transducer. In a further step, the reduction of or the 
compensation for the inherent distortion is achieved by the 
volume of the adaptation layer that is applied. 

In this case, the material of the adaptation layer ultimately 
consists plays no part in the invention. The material should 
merely be easy to handle and should be capable of being 
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connected easily to the material of the bending transducer. In 
other words, it should be possible for a firm and permanent 
connection between the adaptation layer and the bending 
transducer to be achieved. 

The compensation of the inherent distortion may be achieved 
both with an adaptation layer with a low thermal coefficient 
of expansion and with an adaptation layer with a high thermal 
coefficient of expansion. For the purpose of compensation, 
either a larger or smaller volume of an adaptation layer is 
then applied. In addition, in order to compensate for the 
inherent thermal distortion, the adaptation layer can be 
applied both to the side of the bending transducer that is 
curved inward, in the event of inherent distortion, and to the 
side of the bending transducer that is curved outward in the 
event of inherent distortion. 



In the case of a known material for the adaptation layer, the 
relationship between the volume of the adaptation layer to be 

20 applied in order to compensate for the inherent distortion, 
and the temperature variation of a predefined bending 
transducer type is best determined empirically. Since the 
bending transducers of a batch exhibit different inherent 
distortion values, the relationship mentioned may be found 

25 easily using a simple series of measurements. 
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The volume of the adaptation layer enables the inherent 
distortion value to be compensated for to the desired 
tolerance value for each bending transducer. The invention 
further permits bending transducers with any desired 
5 predefined inherent thermal distortion to be produced. 

Otherwise, in principle, the relationship between the volume 
of the adaptation layer that will be applied to compensate for 
the inherent distortion, and the temperature variation of the 

iJP bending transducer may be derived from the physical formula 

fn 

ip for volume expansion, using the cubic volume expansion 

nj coefficient. 

O 

y. In principle, the adaptation layer can of course be applied to 

1 : 5 both sides of the bending transducer. However, it is 

C3 
ft I 

" ; - advantageous and significantly simpler to apply the adaptation 
layer to one side in order to compensate for the inherent 
thermal distortion. This is advantageous even when the 
piezoelectric bending transducer is designed as a bimorphous 
2 0 bending transducer, as it is known, that is to say when the 
piezoelectrically active layer is arranged on both sides of 
the supporting element. 

In terms of production, it is beneficial if the inherent 
25 distortion of the bending transducer is compensated for or set 
by the cross-sectional area of the adaptation layer. In 

-7- 



GR 99 P 3592 

practical terms, the desired compensation of the inherent 
distortion is obtained by appropriately setting the length 
and/or the width of the material that is applied, with the 
thickness of the adaptation layer being constant. 

5 

The adaptation layer is advantageously applied using screen 
printing. Of course, the adaptation layer can naturally also 
be applied to the bending transducer in another way. This can 
be done, for example, by using adhesive bonding, evaporation 

ljEkj deposition, sputtering on, or spraying on. 

O 

m 
m 

J3 It is particularly advantageous if the adaptation layer is a 

pj 

*W plastic capable of being screen-printed. Such a plastic may be 

Si applied to the bending transducer in a simple way in 

I y 

ljjfj fabrication terms by using the screen-printing process. The 

p 

?y compensation of the inherent distortion is achieved by way of 
the length and the width of the adaptation layer that is 
printed on. In particular, an epoxy resin can easily be 
processed in this way. It has also been shown that epoxy resin 
20 has a beneficial thermal expansion coefficient, so that with 
relatively little material, the inherent distortions of the 
bending transducers that normally occur can easily be 
compensated for. 



25 In a further advantageous refinement of the invention, the 

piezoelectric layer is a piezoceramic . A suitable piezoceramic 
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is, for example, a PZT ceramic, as it is known, which is 
understood to include a lead-zirconate- titanium oxide ceramic. 
The composition of a piezoceramic of this type permits 
adaptation to different requirements. By applying a 
homogeneous electrical field, a polar axis is produced in the 
piezoceramic, which is necessary for the occurrence of the 
piezoelectric effect. 

The supporting material of the supporting element plays only a 
subordinate part in the invention. However, for the mechanical 
properties of the bending transducer, in particular, a fiber 
composite material or a metal have proven to be beneficial. 

Other features which are considered as characteristic for the 
invention are set forth in the appended claims. 

Although the invention is illustrated and described herein as 
embodied in a piezoelectric bending transducer, it is 
nevertheless not intended to be limited to the details shown, 
since various modifications and structural changes may be made 
therein without departing from the spirit of the invention and 
within the scope and range of equivalents of the claims. 

The construction and method of operation of the invention, 
however, together with additional objects and advantages 
thereof will be best understood from the following description 
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of specific embodiments when read in connection with the 
accompanying drawings . 



Brief Description of the Drawings : 
5 The sole drawing figure shows a perspective view of a bending 
transducer. 

Description of the Preferred Embodiments : 

Referring now to the sole drawing figure, there is shown a 

1=* 

:||| bimorphous bending transducer 1 with a supporting element 2 
I* and with a piezoelectrically active layer 3 made of a 
ry pxezoceramic applied to both sides of the supporting element 

L 2 ' In this case, the piezoceramic is a lead-zirconate-titanium 

C3 

FU oxide ceramic. The supporting element 2 is an epoxy resin 
1% reinforced with glass, carbon, or with aramide fibers. The raw 
material used for the supporting element 2 is an epoxy-resin 
prepreg (an as yet uncured blank) , which has been thermally 
adhesively bonded to the piezoceramic by using a heat 
treatment. An adaptation layer 4 is arranged on one side of 
2 0 the bending transducer 1. Here, the adaptation layer 4 

consists of an epoxy resin and has been applied by using a 
screen-printing process. 

The bending transducer 1 also has electrical connections 6, 
25 which in each case are connected electrically via a soldered 
contact to the electrodes 7 and 8 that are located inside the 
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transducer 1 and that have been applied two-dimensionally . The 
piezoelectrically active layers 3 also have outer electrodes 9 
and 10, likewise designed two-dimensionally. In order to make 
electrical contact with the bending transducer 1, the inner 
electrodes 7 and 8 are led to the free part of the supporting 
element 2 . 

Alternatively, and not illustrated here, a further 
electrically conductive layer, which is designed as a web or 
in the form of parallel strips, can be inserted between the 
inner electrodes 7 and 8 and the supporting element 2 at the 
locations at which the piezoelectrically active layers 3 are 
placed. This increases the security against failure of the 
piezoelectric bending transducer 1. 

Overall, the bending transducer 1 has a length of 25 mm, a 
width of 7 mm and a thickness of 0.5 mm. The thickness of the 
lead- zirconate- titanium oxide ceramic is 0.13 mm in this case. 

In such a bending transducer 1, fluctuations of between 1 and 
5 |lm/10 K have resulted in the inherent distortion. In this 
case, ± 4 (Llm/10 K of inherent thermal distortion may be 
compensated for by applying an adaptation layer 4 of epoxy 
resin with a length of 15 mm, a width of 2 to 5 mm and a 
thickness of 10 to 30 jj,m. The adaptation layer 4 is in this 
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case applied directly to the outer electrode 9 or 10 in 
accordance with the determined inherent thermal distortion in 
the finished bending transducer 1. 

In the case of the bending transducer 1, the inherent thermal 
distortion is substantially completely compensated for over a 
temperature range of -30 to +80°C. In the specified 
temperature range, the inherent distortion is less than 1 
jxm/10°K. 
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